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(57) Abstract 

Hie oresent invention relates to process for the production of paper from a suspension containing cellulosic fibres, and optional 
fillers ?omprisTng $S£ to te suspe Jon drainage andretention aids comprising a cationic orgamc polymer and " C J^^^ 
mSM^^^^ntMiig the suspension on a wire, wherein the cationic organic polymer has a non-aromatic hydrophobic group 
^ mvS^ anionic vinyl addition polymer comprising in polymerized form at ieast one non-cauomc monomer havmg 

a non-aromatic hydrophobic group and at least one cationic monomer. 
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A prnrass for the pmrinrtion of Paper 
This invention relates to papermaking and more specifically to a process for the 
production of paper in which a cationic organic polymer having a hydrophobic group and 
an anionic microparticulate material are added to a papermaking stock. The process 

5 provides improved drainage and retention. 

Background 

In the papermaking art, an aqueous suspension containing cellulosic fibres, and 
optional fillers and additives, referred to as stock, is fed into a headbox which ejects the 
stock onto a forming wire. Water is drained from the stock through the forming wire so 

10 that a wet web of paper is formed on the wire, and the web is further dewatered and 
dried in the drying section of the paper machine. Water obtained by dewatering the stock, 
referred to as white water, which usually contains fine particles, e.g. fine fibres, fillers and 
additives is usually recirculated in the papermaking process. Drainage and retent.cn a.ds 
are conventionally introduced into the stock in order to facilitate drainage and increase 

15 adsorption of fine particles onto the cellulosic fibres so that they are retained with the 
fibres on the wire. Cationic organic polymers like cationic starch and cationic acrylam.de- 
based polymers are widely used as drainage and retention aids. These polymers can be 
used alone but more frequently they are used in combination with other polymers and/or 
with anionic microparticulate materials such as, for example, anionic inorganic parties 

20 like colloidal silica and bentonite. 

U S Patent Nos. 4,980,025; 5,368.833; 5,603,805; 5,607,552; and 5,858,174; as 
well as international Patent Application No. WO 97/18351 disclose the use of cationic and 
amphoteric acrylamide-based polymers and anionic inorganic particles as stock add.t.ves .n 
papermaking. These addrtives are among the most efficient drainage and retenfon a.ds 
25 now in use. Similar systems are disclosed in European Patent Application No. 805,234. 

The Invention 

According to the present invention it has been found that improved drainage and 
retention can be obtained by using drainage and retention aids comprising a catiomc 
organic polymer having a hydrophobic group and an anionic microparticulate material. 
30 More specifically, the present invention relates to a process for the production of paper 
from a suspension containing cellulosic fibres, and optional fillers, which compnses 
adding to the suspension a cationic organic polymer and an anionic micropart.culate 
material, forming and dewatering the suspension on a wire, wherein the cationic organ.c 
polymer has a non-aromatic hydrophobic group. In a preferred aspect of the invent.on, 
35 the process further comprises forming and dewatering the suspension on a wire to obtain 
a wet web containing cellulosic fibres, or paper, and white water, recirculating the whrte 
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water and optionally introducing fresh water to form a suspension containing cellulosic 
fibres and optional fillers, to be dewatered to form paper, wherein the amount of fresh 
water introduced is less than 30 tons per ton of dry paper produced. The invention thus 
relates to a process as further defined in the claims. 
5 The process of this invention results in improved drainage and/or retention and 

hereby the present process makes it possible to increase the speed of the paper machine 
and to use lower a dosage of additives to give a corresponding drainage and retenfon 
effect thereby leading to an improved papermaking process and economic benefits. The 
process of this invention is suitably used for the treatment of cellulosic suspens.ons .n 
10 closed mills wherein the white water is repeatedly recycled with the introduction of only low 
amounts of fresh water. The process is further suitably applied to papermaking processes 
using cellulosic suspensions having high salt contents, and thus having high conducts 
levels, for example processes with extensive white water recycling and limited fresh water 
supply and/or processes using fresh water having high salt contents. 
15 The cationic organic polymer having a hydrophobic group according to this 

invention, herein also referred to as "main polymer", can be linear, branched or cross- 
linked eg in the form of a microparticulate material, preferably essentially Mr. 
Preferably the main polymer is water-soluble or water-dispersable. The hydrophobic group 
of the main polymer is non-aromatic and it can be a pendent group attached to the polymer 
20 backbone (main chain) or, preferably, a hydrophobic group attached to a heteroatom, e.g. 
nitrogen or oxygen, the nitrogen optionally being charged, which heteroatom, in turn, can 
be attached to the polymer backbone, for example via a chain of atoms. The hydrophobe 
group has at least 2 and usually at least 3 carbon atoms, suitably from 3 to 12 and 
preferably from 4 to 8 carbon atoms. The hydrophobic group is suitably a hydrocarbon 
25 chain Examples of suitable hydrophobic groups include linear, branched and cyclic alkyl 
groups like ethyl; propyl, e.g. n- P ropyl and iso-propyl; butyl, e.g. n-butyl, iso-butyl and t- 
butyl- pentyl, e.g. n-pentyl, neo-penyl and iso-pentyl; hexyl, e.g. n-hexyl and cyclohexyl; 
heptyl eg. n-heptyl and cycloheptyl, octyl, e.g. n-octyl; nonyl, e.g. n-nonyl; decyl. e.g. n- 
decyl; undecyl, e.g. n-undecyl and dodecyl, e.g. n-dodecyl. The linear and branched cha.n 

30 alkyl groups are generally preferred. 

The main polymer can be selected from homopolymers and copolymers prepared 
from one or more monomers comprising at least one monomer having a hydrophobic 
group, suitably an ethylenically unsaturated monomer, and the main polymer is preferably a 
vinyl addition polymer. The term "vinyl addition polymer", as used herein, refers to a 

35 polymer prepared by addition polymerization of vinyl monomers or ethylenically unsaturated 
monomers which include, for example, acrylamide-based and acrylate-based monomers. 
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According to a first embodiment of this invention, suitable main polymers include catiomc 
vinyl addition polymers obtained by polymerizing a cationic monomer having a non- 
aromatic hydrophobic group or a monomer mixture comprising such a monomer. Preferably 
the cationic monomer having a non-aromatic hydrophobic group is represented by the 
general formula (I): 



CH 2 = C — R, 



R 2 



0) 



X" 



10 



15 



20 



25 



30 



0 = C — A — B — N + — R„ 

I 

R 3 

wherein R, is H or CH 3 ; R 2 and R 3 are each H or. preferably, an alkyl group having from 1 
to 3 carbon atoms, suitably 1 to 2 carbon atoms; A is O or NH; B is an a.kylene group of 
from 2 to 8 carbon atoms, suitably 2 to 4 carbon atoms, or a hydroxy propylene group; R, 
is a substituent containing a hydrophobic group, suitably a non-aromatic hydrocarbon 
group containing at least 2 carbon atoms, suitably from 3 to 12 and preferably from 4 to 8 
carbon atoms; and X" is an anionic counterion, usually a halide like chloride. The group 
R 4 usually comprises and. preferably, is selected from any of the linear, branched or 
cyclic alkyl groups mentioned above and the total number of carbon atoms of the groups 
R 2 R 3 and R 4 is usually at least 4. suitably at least 5 and preferably at least 6. Examples 
of suitable cationic monomers having a non-aromatic hydrophobic group include (meth)- 
acryloxyethyl-N.N-dimethyl-N-n-butylammonium chloride. (meth)acryloxyaminoethyl-N,N- 
dimethyl-N-n-butylammonium chloride, (meth)acryloxypropyl-N,N-dimethyl-N-t-butyl- 
ammonium chloride. (met^acryloxyaminopropyl-N.N-dimethyl-N-t-butylammon.um 
chloride (meth)acryloxyaminopropyl-N.N-dimethyl-N-n-hexylammonium chloride, (meth)- 
acryloxyeth y l-N.N-dimethyl-N-n-hexylammonium chloride. (meth)acryloxyethyl-N.N- 
dimethyl-N-methylcyclohexylammonium chloride, and (meth)acryloxyaminopropyl-N,N- 
dimethyl-N-methylcyclohexylammonium chloride. 

The main polymer can be a homopolymer prepared from a cationic monomer 
having a non-aromatic hydrophobic group or a copolymer prepared from a monomer 
mixture comprising a cationic monomer having a non-aromatic hydrophobic group and one 
or more copolymerizable monomers. Suitable copolymerizable non-ionic monomers .nclude 
monomers represented by the general formula (II): 



35 



40 



CH 2 = C — R, 



(ID 



= C — A — B — N 

I 

R 6 
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wherein R, is H or CH 3 ; A is O or NH; B is an alkylene group of from 2 to 8 carbon atoms, 
suitably 2 to 4 carbon atoms, or a hydroxy propylene group or, alternatively, A and B are 
both nothing whereby there is a single bond between C and N (0=C-MR 5 R 6 ); R s and R 6 are 

5 each H or a substituent containing a hydrophobic group, suitably a hydrocarbon group, 
preferably alkyl. having from 1 to 6, suitably from 1 to 4 and usually from 1 to 3 carbon 
atoms. Examples of suitable copolymerizable monomers of this type include (meth)- 
acrylamide; acrylamide-based monomers like N-alkyl (meth)acrylamides and N.N-dialkyl 
(meth)acrylamides, e.g. N-n-propylacrylamide. N-isopropyl (meth)acrylamide, N-n-butyl 

1 0 (meth)acrylamide, N-isobutyl (meth)acrylamide and N-t-butyl (meth)acrylamide; and dialkyl- 
aminoalkyl (meth)acrylamides, e.g. dimethylaminoethyl (meth)acrylamide, diethyl- 
aminoethyl (meth)acrylamide, dimethylaminopropyl (meth)acrylamide and diethylam.no- 
propyl (meth)acrylamide; acrylate-based monomers like dialkylaminoalkyl (meth)acrylates, 
e.g. dimethylaminoethyl (meth)acrylate, diethylaminoethyl (meth)acrylate, t-butylaminoethyl 

15 (meth)acrylate and dimethylaminohydroxypropyl acrylate; and vinylamides, e.g. N-vinyl- 
formamide and N-vinylacetamide. Preferred copolymerizable non-ionic monomers include 
acrylamide and methacrylamide, i.e. (meth)acrylamide, and the main polymer is preferably 

an acrylamide-based polymer. 

Suitable copolymerizable cationic monomers include the monomers represented 

20 by the general formula (III): 

CH 2 = C — R, R 2 ('») 

I l + 

0 = C — A — B — N — R? X 

k 

wherein R, is H or CH 3 ; R 2 and R 3 are each H or, preferably, an alkyl group having from 1 to 
3 carbon atoms, suitably 1 to 2 carbon atoms; A is O or NH; B is an alkylene group of from 

30 2 to 8 carbon atoms, suitably 2 to 4 carbon atoms, or a hydroxy propylene group; R 7 is H. 
a hydrocarbon group, suitably alkyl, having from 1 to 3 carbon atoms, suitably 1 to 2 carbon 
atoms, or a substituent containing an aromatic group, suitably a phenyl or substituted 
phenyl group, which can be attached to the nitrogen by means of an alkylene group usually 
having from 1 to 3 carbon atoms, suitably 1 to 2 carbon atoms, for example a benzyl group 

35 (-CH 2 -C 6 H 5 ) or a phenylethyl group (-CH.-CH.-CaH,); and X" is an anionic counterion. 
usually methylsulphate or a halide like chloride. Examples of suitable cationic 
copolymerizable monomers include acid addition salts and quaternary ammonium salts of 
the dialkylaminoalkyl (meth)acrylamides and dialkylaminoalkyl (meth)acrylates mentioned 
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above, usually prepared using acids like HCI, H 2 S0 4 , etc., or quaternmng agents like 
methyl chloride, dimethyl sulphate, benzyl chloride, etc.; and diallyldialkylammonium 
halides like diallyldimethylammonium chloride. Copolymerizable anionic monomers like 
acrylic acid, methacrylic acid, various sulfonated vinyl addition monomers, etc. can also be 

5 employed and, preferably, in minor amounts. 

According to a second embodiment of this invention, suitable main polymers 
include cationic vinyl addition polymers obtained by polymerizing a monomer mixture 
comprising at least one non-cationic ethylenically unsaturated monomer having a non- 
aromatic hydrophobic group and at least one cationic ethylenically unsaturated monomer, 

10 the non-aromatic hydrophobic group being as defined above, and this invention further 
relates to a cationic vinyl addition polymer having a non-aromatic hydrophobic group, its 
preparation and use, as further defined in the claims. Suitable non-cationic monomers 
having a non-aromatic hydrophobic group include non-ionic monomers, preferably a non- 
ionic monomer represented by the general formula (IV): 



15 



CH 2 = C — R, Ra W 

0 = C — A — B — N 



20 Rg 



wherein R, is H or CH 3 ; A is O or NH; B is an alkylene group of from 2 to 8 carbon atoms, 
suitably 2 to 4 carbon atoms, or a hydroxy propylene group or, alternatively, A and B are 
both nothing whereby there is a single bond between C and N (O^NW, R 8 and R 9 are 
25 each H or a substituent containing a hydrophobic group, suitably a hydrocarbon group, 
preferably alkyl, having from 1 to 6 carbon atoms, at least one of R 8 and Rg being a 
substituent containing a hydrophobic group, suitably an alkyl group, having from 2 to 6 and 
preferably 3 to 4 carbon atoms. The total number of carbon atoms of the groups R 8 and R 9 
is usually at least 2, suitably at least 3 and notably from 3 to 6. Examples of suitable 
30 copolymerizable monomers of this type include acrylamide-based monomers like N-alkyl 
(meth)acrylamides, e.g. N-ethyl (meth)acrylamide, N-n-propyl (meth)acrylamide, N-iso- 
propyl (meth)acrylamide, N-n-butyl (meth)acrylamide, N-t-butyl (meth)acrylamide, N-iso- 
butyl (meth)acrylamide, N-n-butoxymethyl (meth)acrylamide. and N-isobutoxymethyl 
(meth)acrylamide; N-alkylaminoalkyl (mefh)acrylamides; N,N-dialkylaminoalkyl (meth)acryl- 
35 amides, as well as acrylate-based monomers like N-alkylaminoalkyl (meth)acrylates and 
N,N-dialkylaminoalkyl (meth)acrylates, e.g. t-butylamino-2-ethyl (meth)acrylate. 

Further suitable non-cationic monomers having a non-aromatic hydrophobic group 
include non-ionic monomers represented by the general formula (V): 
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15 



CH 2 = C — R, ( v ) 
0 = C — A-(-B — O — ) n — Rio 

5 

wherein R, is H or CH 3 ; A is O or NH; B is an alkylene group of from 2 to 4 carbon atoms, 
suitably 2 to 3 carbon atoms, preferably ethylene (-CrVCHH or propylene 
(-CH 2 -CH(CH 3 )- or -CH(CH 3 ) - CH 2 -); n is an integer of at least 1 , suitably from 2 to 40 
10 and preferably 3 to 20; R 10 is a substituent containing a hydrophobic group, suitably alkyl, 
having at least 2 carbon atoms, suitably from 3 to 12 and preferably from 4 to 8 carbon 
atoms. Examples of suitable copolymerizable monomers of this type include alkyl (mono-, 
di- and polyethyleneglycol) (meth)acrylates and alkyl (mono-, di- and polypropyleneglycol) 
(meth)acrylates, e.g. ethyltriglycol (meth)acrylate and butyldiglycol (meth)acrylate. 

The cationic monomer can be selected from any of the cationic monomers 
mentioned above, including the cationic monomers represented by the general formulae (I) 
and (III) as well as diallyldialkylammonium halides like diallyldimethylammonium chloride. 
The monomer mixture according to the second embodiment may also comprise other 
copolymerizable monomers such as. for example, the non-ionic monomers represented by 
20 the general formula (II) above which may not have a hydrophobic group, suitably 
acrylamide and methacrylamide. and the anionic monomers mentioned above. 

Main polymers according to this invention can be prepared from a monomer 
mixture generally comprising from 1 to 99 mole%. suitably from 2 to 50 mole% and 
preferably from 5 to 25 mole% of monomer having a non-aromatic hydrophobic group, and 
from 99 to 1 mole%, suitably from 98 to 50 mole% and preferably from 95 to 75 mole% of 
other copolymerizable monomers which preferably comprises acrylamide or methacryl- 
amide ((meth)acrylamide), the monomer mixture suitably comprising from 98 to 50 mole% 
and preferably from 95 to 75 mole% of (meth)acrylamide, the sum of percentages being 
100. According to the first embodiment of this invention, the monomer having a non- 
30 aromatic hydrophobic group is cationic. According to the second embodiment of this 
invention, the monomer having a non-aromatic hydrophobic group is non-cationic and the 
monomer mixture thus also comprises a copolymerizable cationic monomer which suitably 
is present in an amount of from 2 to 50 mole% and preferably from 5 to 25 mole%. 

The main polymer according to this invention can be prepared by polymerization 
35 of monomers in known manner and the polymerization is suitably carried out in an aqueous 
or inverse emulsion phase. The monomer(s) used, including the monomer having a 
hydrophobic group described above, are preferably at least in part soluble in the aqueous 
phase. Polymerization processes are generally known in the art and reference is made to 
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Encyclopedia of Polymer Science and Engineering, Vol. 1-18, John Wiley & Sons, 1985, 
which is hereby incorporated herein by reference. The polymerization is suitably in,t,ate , 
an aqueous phase containing monomers, a conventional free-radical P olymer, Z at.on 
initiator and optionally chain-transfer agent for modifying the moiecu.ar weight of the 
polymer, and is suitably carried out in the absence of oxygen in an inert gas atmosphere 
for examp.e under nitrogen. The polymerization suitably takes place under stirring at 
temperatures between 20 and 1OTC. preferably between 40 and 90'C. 

Usually the charge density of the main polymer is from 0.2 to 5.0 meqv/g of dry 
polymer suitably from 0.6 to 3.0. The weight average moiecu.ar weight of synthetic ma.n 
polymers is usually at least about 500,000, suitably above about 1,000,000 and preferably 
above about 2,000.000. The upper limit is not critical; it can be about 30,000,000. usually 

25 000,000 and suitably 20,000,000. 

The main polymer of this invention may be in any state of aggregation such as, for 
example, in solid form. e.g. powders, in liquid form. e.g. solutions, emulsions, dispersions, 
including salt dispersions, etc. When being added to the stock, the main polymer is su-tably 
in liquid form, e.g. in the form of an aqueous solution or dispersion. 

The anionic microparticulate material according to this invention can be selected 
from inorganic and organic particles. Anionic inorganic particles that can be used 
according to the invention include anionic silica-based particles and clays of the 
type .t is preferred that the anionic inorganic particles are in the colloidal range of part,cle 
size' Anionic silica-based particles, i.e. particles based on SiQ 2 or silicic acid, are preferably 
used and such particles are usually supplied in the form of aqueous colloidal disperses, 
so-called so.s. Examples of suitable silica-based particles include colloidal silica and 
different types of polysilicic acid. The silica-based sols can also be modified and conta.n 
other elements, e.g. aluminium and/or boron, which can be present in the aqueous phase 
and/or in the silica-based particles. Suitable silica-based particles of this type include 
colloidal aluminium-modified silica and aluminium silicates. Mixtures of such suitable s.l-ca- 
based particles can a.so be used. Drainage and retention aids comprising suitable an.on.c 
silica-based particles are disclosed in U.S. Patent No, 4.388,150; 4,927,498; 4,954,220; 
30 4 961.825; 4,980.025; 5.127.994; 5.176,891; 5,368,833; 5,447,604; 5,470,435; 5,543,014; 
5,571.494; 5,573,674; 5,584,966; 5,603.805; 5.688,482; and 5,707,493; which are hereby 
incorporated herein by reference. 

Anionic silica-based particles surtably have an average particle size below about 
50 nm preferably below about 20 nm and more preferably in the range of from about 1 to 
35 about 10 nm. As conventional in silica chemistry, the particle size refers to the average s.ze 
of the primary particles, which may be aggregated or non-aggregated. The specific surface 
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area of ,he silfca-based partldes is aLe 50 m>,g and pMt above 100 m'/g. 

Gene*, me specie surface area can be up to about ,700 mVg 
,000 m</g. The specif, surface area can be measured by means of «a,,on -h N OH n 
In manner, e., as described by Sears In AnaiyliC a***, ™™ 
5 and in U.S. Paten, No. 5.176.891. The gkren area thus represents the average spe* 
surface area of the particles. 

,n a preferred embodiment o, the invention, the anionic inorgan,c parttdes are 
sllioa-based partldes M a spe* surface area v*in me range of from 50 to ,000 
mVg prefers from ,00 ,o 950 m>,g. Sols of siUca-based partldes these types aiso 
,0 enlpass modfled so,s ,i*e aluminlum-containing silica-based sols and boron^nta,n,ng 
silica-based sols. Preferab,,. the silica-based partldes are prcsen, in a so, havrng an S- 
value ,n me range o, from 6 to 45%. P^rably from ,0 to 30%. containing si^-based 
partes - a spedfc surtace area in the range o, from 300 to ,000 m°,g. surtably from 
500 ,0 950 m'/g. and preferab,, from 750 to 950 mVg. which sots can be modeled w* 
,5 aluminium and-or boron as mentated above. For exampie. the partes can be surtace- 
modfied v* aluminium to a degree of tarn 2 to 25% subsMon of siiicon atoms. The S- 
value can be measured and calculated as described by tr & Datton in I Phys. Chen, 
60(1956), 955-957. The S-value indicates me degree of aggregate or microge, formal 
and a lower S-value is indicative of a higher degree of aggregation. 
20 ,„ ye, another preferred embodiment of me invention, the sica-based parMes are 

selected from polysilidc add and modifed polysilidc add having a high spedfc surtace 
area, sutebly above abou, ,000 m°/g. The spedfc surface area can be -bin the range o 
from 1000 to 1700 at* and prefect, from ,050 to 1600 m>,g. The sols o, mod« 
polysKc add can contain other elements, e.g. aluminium and/or boron, v*ieh can be 
25 Resent in me aqueous phase ar*/or ,n me silica-based parades. In the art. po,ys,,,c,c acrd 
,s also referred ,o as polymeric silidc add. polysilidc add mlcrogel, p«M and 
polysilicate mlcrogel, «** are a» encompassed by the term polysilidc add used h«L 
Auminium-containin, impounds o, mis type are commonly also referred ,0 as P 
atuminosilicate and porya,uminosilica.e mlcrogel. which are both encompassed by me 
30 terms colloidal aluminium-modified silica and aluminium silicate used herern. 

Cays o, the smectite type M can be used in the process o, me invert-on are 
Known in me art ^ indude natural* ocorrnng. synm* and chemically treated matenals. 
samples of suitable smedite clays include mortmorilWeToentonife, hectorrte, he,del«e. 
non^nite and saponite, preferably ben,on«e and esped* such ben«on«e which after 
35 swelling preferab* has a surface area o, from 400 to 300 m*. MM* clays are d,sdosed 
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in U.S. Patent Nos. 4,753,710; 5,071,512; and 5.607,552, which are hereby incorporated 
herein by reference. 

Anionic organic particles that can be used according to the invention include highly 
cross-linked anionic vinyl addition polymers, suitably copolymers comprising an anionic 
5 monomer like acry«ic acid, methane acid and sulfonated or phosphonated vinyl addrt,on 
monomers, usua.ly copolymerized with nonionic monomers like (meth) a cry.amide, alkyl 
(meth)acrylates, etc. Useful anionic organic particles also include anionic condensat.cn 
polymers, e.g. melamine-sulfonic acid sols. 

In addition to the cationic organic polymer having a hydrophobic group and the 
10 anionic microparticulate material, the drainage and retention aids (agents) according to 
the present invention may also comprise further components such as, for example, low 
molecular weight cationic organic polymers and/or aluminium compounds. The term 
"drainage and retention aids", as used herein, refers to two or more components (aids, 
agents or additives) which, when being added to a stock, give better drainage and/or 
1 5 retention than is obtained when not adding the components. 

Low molecular weight (hereinafter LMW) cationic organic polymers that can be 
used include those commonly referred to and used as anionic trash catchers (ATC). ATC's 
are known in the art as neutralizing and/or fixing agents for detrimental anionic substances 
present in the stock and the use thereof in combination with drainage and retention a.ds 
20 often provide further improved drainage and/or retention. The LMW cationic organic 
polymer can be derived from natural or synthetic sources, and preferably it is an LMW 
synthetic polymer. Suitable organic polymers of this type include LMW highly charged 
cationic organic polymers such as polyamines, polyamidoamines, polyethylene.m.nes. 
homo- and copolymers based on diallyldimethyl ammonium chloride, (meth)acrylam.des 
25 and (meth)acrylates. In relation to the molecular weight of the main polymer, the molecular 
weight of the LMW cationic organic polymer is usually lower; it is suitably at least 2,000 and 
preferably at least 1 0.000. The upper limit of the molecular weight is usually about 700,000, 
suitably about 500.000 and preferably about 200,000. 

Aluminium compounds that can be used according to this invention include alum, 
30 aluminates, aluminium chloride, aluminium nitrate and polyaluminium compounds, such as 
polyaluminium chlorides, polyaluminium sulphates, polyaluminium compounds oontnn.no 
both chloride and sulphate ions, polyaluminium silicate-sulphates, and mixtures thereof. 
The polyaluminium compounds may also contain other anions than chloride ions, for 
example anions from sulfuric acid, phosphoric acid, organic acids such as citric acd and 
35 oxalic acid. 
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The components of drainage and retention aids according to the invention can 
be added to the stock in conventional manner and in any order. It is preferred to add the 
main polymer to the stock before adding the anionic microparticulate material, even rf the 
opposite order of addition may be used. It is further preferred to add the main polymer 
5 before a shear stage, which can be selected from pumping, mixing, cleaning, etc., and to 
add the anionic particles after that shear stage. When using an LMW cationic organ.c 
polymer and/or an aluminium compound, such components are preferably introduced >nto 
the stock prior to introducing the main polymer and anionic microparticulate matenal. 
Alternatively, the LMW cationic organic polymer and the main polymer can be introduced 
10 into the stock essentially simultaneously, either separately or in admixture, e.g. as 
disclosed in U.S. Patent No. 5.858,174, which is hereby incorporated herein by reference. 

The components of the present drainage and retention aids are added into the 
stock to be dewatered in amounts which can vary within wide limits depending on, inter aha, 
type and number of components, type of furnish, filler content, type of filler, pent of 
15 addition salt content, etc. Generally the components are added in an amount that g,ve 
better drainage and/or retention than is obtained when not adding the components. The 
main polymer is usually added in an amount of at least 0.001%. often at least 0.005% by 
weight based on dry stock substance, and the upper limit is usually 3% and suitably 1.5% 
by weight. The anionic microparticulate materia, is usually added in an amount of at least 
20 0 001% by weight, often at least 0.005% by weight, based on dry substance of the stock, 
and the upper limit is usually 1.0% and suitably 0.6% by weight. When using anion.c s.l,ca- 
based particles, the total amount added is suitably within the range of from 0.005 to 0.5% 
by weight, calculated as Si0 2 and based on dry stock substance, preferably with.n the 
range of from 0.01 to 0.2% by weight. When using an LMW cationic organic polymer in the 
25 process, it can be added in an amount of at least 0.05%, based on dry substance of the 
stock to be dewatered. Suitably, the amount is in the range of from 0.07 to 0.5%. preferably 
in the range from 0.1 to 0.35%. When using an aluminium compound in the process, the 
total amount introduced into the stock to be dewatered is dependent on the type of 
aluminium compound used and on other effects desired from it. It is for instance well known 
30 in the art to utilise aluminium compounds as precipitants for rosin-based sizing agents. The 
total amount added is usually at least 0.05%, calculated as Al 2 0 3 and based on dry stock 
substance. Suitably the amount is in the range of from 0.5 to 3.0%, preferably in the range 
from 0.1 to 2.0%. 

The process of the invention is preferably used in the manufacture of paper from a 
35 suspension containing cetlulosic fibres, and optional fillers, having a high conductivity. 
Usually, the conductivity of the stock that is dewatered on the wire is at least 0.75 mS/cm, 
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suitably at least 2.0 mS/cm, preferably at least 3.5 mS/cm. Very good resufts have been 
observed at conductivity levels above 5.0 mS/cm and even above 7.5 mS/cm. Conductivity 
can be measured by standard equipment such as, for example a WTW LF 539 instrument 
supplied by Christian Berner. The values referred to above are suitably determined by 
5 measuring the conductivity of the cellulosic suspension that is fed into or present in the 
headbox of the paper machine or, alternatively, by measuring the conductivity of white 
water obtained by dewatering the suspension. High conductivity levels mean high contents 
of salts (electrolytes), where the various salts can be based on mono-, di- and multivalent 
cations like alkali metals, e.g. Na* and K + , alkaline earths, e.g. Ca» and Mg» aluminium 
10 ions e g AP\ AI(OH) 2+ and polyaluminium ions, and mono-, di- and multivalent an.ons like 
halides e.g., CI", sulfates, e.g. S0 4 * and HS0 4 ", carbonates, e.g. CO,* and HC0 3 , silicates 
and lower organic acids. The invention is particularly useful in the manufacture of paper 
from stocks having high contents of salts of di- and multivalent cations, and usually this 
content is at least 200 ppm, suitably at least 300 ppm and preferably at least 400 ppm. The 
1 5 salts can be derived from the cellulosic fibres and fillers used to form the stock, in particular 
in integrated mills where a concentrated aqueous fibre suspension from the pulp mil 
normally is mixed with water to form a dilute suspension suitable for paper manufacture in 
the paper mill. The salt may also be derived from various additives introduced into the 
stock from the fresh water supplied to the process, or be added deliberately, etc. Further, 
20 the content of salts is usually higher in processes where white water is extensively 
recirculated, which may lead to considerable accumulation of salts in the water circulate in 
the process. 

Accordingly, the invention is further suitably used in papermaking processes 
where whrte water is extensively recirculated (recycled), i.e. with a high degree of white 
25 water closure, for example where from 0 to 30 tons of fresh water are used per ton of dry 
paper produced, usually less than 20, suitably less than 15, preferably less than 10 and 
notably less than 5 tons of fresh water per ton of paper. Recirculation of white water 
obtained in the process suitably comprises mixing the white water with cellulosic fibres 
and/or optional fillers to form a suspension to be dewatered; preferably it comprises mixing 
30 the white water wrth a suspension containing cellulosic fibres, and optional fillers, before the 
suspension enters the forming wire for dewatering. The white water can be mixed with the 
suspension before, between or after introducing the drainage and retention aids. Fresh 
water can be introduced in the process at any stage; for example, it can be mixed with 
cellulosic fibres in order to form a suspension, and it can be mixed with a suspension 
35 containing cellulosic fibres to dilute it so as to form the suspension to be dewatered. before 
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or after mirfng «. stock with white water and before, between or after inducing the 

drainage and retention aids. 

Further additives which are conventional in papermaking can of course be used ,n 
combination with the additives according to the invenfion, such as, .or example, dry 
strength agents, we. strength agents, sizing agents, e.g. those based on rosm. ke ene 
dimers and acid anhydrides, optical bnghtenln, agents, dyes. etc. The cellulose 
suspension, or stock, can also certain mineral fillers of conventiona. types such asjor 
exampte Kaolin, china clay, ttanium dioxide, gypsum, talc and natural and synthete 
calcium carbonates such as chalk, ground marble and predated calcium carbonate. 

The process of this invention is used for the production o. paper. The term 
■paper" as used herein, of course include no. only paper and the production thereof but 
1 other Sheet or web* product, such as for exempt board and paperboard, and the 
product thereof. The process can be used in the product o, paper from d«eren. types 
* suspensions o, ceilulose-containing fibres and me suspenses shou,d s^tebry contam a, 
,5 te as< 25% by weigh, and prefer* a. fcas. 50% by weigh, of such fibres, based « *» 
substance. The suspensions can be based on fibres from chemical puip such as su, a . 
sulphite and organosol puips, mechanical pulp such as thermome*an,ca, p* chemc- 
.nenmomechanica, pulp, refiner pulp and groundwood pulp, from both hardwood and sofi- 
^, and can a,so be based on recycled fi*es. opfionally from de-lnked puips, and 

20 mixtures thereof . 

The invention is further illustrated In the following Examples which, however, are 
not intended to limit the same. Parts and % relate to parts by weigh, and % by weigh., 
respectively, unless otherwise stated. 

Example 1 

Cationio polymers were prepared by polymerizing a monomer mixture according to 

the following general procedure: 

Monomers and an ln«ia,or, 2,2^zobis( 2 -amWnopro P ane) dihydrochlonde (Wako 
V-50) were added to an aqueous phase and porymerization was carried out for about 24 
30 hours at 45-C with stirring under a nitrogen atmosphere. The cationic polymer, which was 
obtained as a clear gel, was dissolved in water and used as an 0.1% aqueous solution. 

Porvmers according to the invention. P1 to P5, and poiymers .ntended for 
comparison purposes, Ref. 1 and Ref. 2. were prepared from the Indicated myomere ,n 
the indicated amounts: 
35 P1 • acrylamide (90 moie%), and 

acryloxyethyl dimethyl n-butylammonium chloride (10 mole%); 
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P2- acrylamide (90 mole%) and 

acryloxyethyl dimethyl methylcyclohexylammoniiim chloride (10 mole%); 

P3- acrylamide (90 mole%), 

methacryloxyaminopropyl trimethylammonium chloride (5 mole%). and 

methacryloxyethyl t-butylamine (5 mole%); 

P4- acrylamide (90 mole%), 

methacryloxyaminopropyltrimethylammonium chloride (5 mole%), and 

N-isopropylacrylamide (5 mole%); 

P5- acrylamide (90 mole%), 

methacryloxyaminopropyltrimethylammonium chloride (5 mole%), and 

N-t-butylacrylamide (5 mole%); 
Ref. 1 : acrylamide (90 mole%), and 

acryloxyethyl trimethylammonium chloride (10 mole%). 

Ref. 2: acrylamide (95 mole%), and 

acryloxyethyl trimethylammonium chloride (5 mole%). 



Example 2 

Drainage and retention performance was evaluated by means of a Dynamic 
Drainage Analyser (DDA), available from Akribi, Sweden, which measures the time for 
20 draining a set volume of stock through a wire when removing a plug and app.y.ng 
vacuum to that side of the wire opposite to the side on which the stock is present. F,rst 
pass retention was evaluated by measuring, with a nephe.ometer, the turbidity of the 
filtrate, the white water, obtained by draining the stock. 

The furnish used was based on 56% by weight of peroxide bleached TMP/SGW 
25 pulp (80/20), 14% by weight of bieached birch/pine sulphate pulp (60/40) refined to 
200= CSF and 30% by weight of china clay. To the stock was added 40 g/l of a colloidal 
fraction bleach water from an SC mill, filtrated through a 5 ,m screen and concentrated 
with an UF filter, cut off 200.000. Stock volume was 800 ml, consistency 0.14% and pH 
7.0. Conductivity was adjusted to about 2.5 mS/cm by addition of calcium chloride (400 
ppm Ca)^ ^ ^ ^ ^ ^ ^ ^ ^ a ^ Qf 15Q0 ^ throughQut me tegt 

and additions were conducted as follows: i) adding cationic polymer to the stock foliowng 
by stirring for 30 seconds, ii) adding anionic microparticulate material to the stock 
Mowed by stirring for 15 seconds. Hi) draining the stock whi.e automatically recording 
35 the drainage time. 



10 



PCT/SE99/00678 

WO 99/55962 

The cationic polymers tested in this Example were P1 and Ref. 1 according to in 
Example 1. The anionic micro P articu.ate materia, used in this Example was a sol of s.hca- 
based partic.es of the type disclosed in U.S. Patent No. 5.368,833. The sol had an S- 
va.ue of about 25% and contained silica particles with a specific surface area of about 
900 m 2 /g which were surface-modified with aluminium to a degree of 5%. The s.l.ca- 
based sol was added to the stock in an amount of 1.5 kg/ton, calculated as Si0 2 and 

based on dry stock system. 

Table 1 shows the drainage time and retention values at various dosages of P1 
and Ref. 1, calculated as dry polymer on dry stock system (kg/ton). 

Table 1 

Cationic Dewatering time (sec) / Turbidity (NTU) at indicated Polymer dosage 

0.5kg/t 1.0kg/t 1-5 kg/t 2.0 kg/t 



Polymer 

pT " 11.6/48 



Ref. 1 



12.0/57 



~Sm4 5^8/32 4.7/14 
9.0/49 6.5/36 5.1/28 
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Example 3 

in this test series, dewatering and retention performance was evaluated 
according to the procedure described in Example 2. 

The furnish was the same as used in Example 2. Stock volume was 800 ml. P H 
about 7 and conductivity was adjusted to 7.0 mS/cm by addition of ca.cium chlonde 
(1300 ppm Ca). thus simulating a high electrolyte content and a high degree of wh.te 

water closure. . 

The anionic inorganic material according to Example 2 were similarly used .n 
this Example and was added in an amount of 1.5 kg/ton, calculated as SiC, and based 

25 on dry stock system. 

The polymers used in this Example were P1, P2 and Ref. 1 according to 
Example 1. Table 2 shows the dewatering and retention effect at various dosages of P1. 
P2 and Ref. 1 . calculated as dry polymer on dry stock system. 

Table 2 

Dewatering time (sec) / Turbidity (NTU) at Polymer dosage of 

0.5 kg/t 1.0 kg/t 1.5 kg/t 2.0 kg/t 



30 Cationic 
Polymer 



P1 
P2 

Ref. 1 



TTbT: 87/49 6^40 6.0/38 

10.7/- 7.9/50 6.1/43 5.5/32 
12.1/- 9.5/57 8.8/47 7.8/43 
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Example 4 

in this test series, dewatering and retention performance was evaluated 
according to the procedure described in Example 2. 

The stock used in this Example was similar to the stock used accord.ng to 
5 Example 3 and had a conductivity of about 7.0 mS/cm (1300 ppm Ca). The anion,c 
inorganic materia, according to Example 2 was added in an amount of 1.5 kg/ton 
calculated as Si0 2 and based on dry stock system. The polymers used were P3 and Ref. 

1 according to Example 1 . 

Table 3 shows the results of the dewatering tests at various dosages of P3 and 

1 o Ref. 1 , calculated as dry polymer on dry stock system. 

Table 3 

Cationic Dewatering time (sec) at Polymer dosage of 

Polyme r 0.5kg/t 1-0 kg/t 1.5Kg/t 2.0 kg/t 

P3 m ~io3 ™ 

.cc 12 1 10.6 10.2 

15 Ref. 1 155 ^' 

Example 5 

in this test series, the dewatering performance was evaluated according to the 
procedure described in Example 2. 

The stock used in this test series was similar to the one according to Example 2 
and had a conductivity of about 2.5 mS/cm. The polymers used were P4, P5 and Ref 2 
according to Example 1 which were added in an amount of 2 kg/ton, calcu.ated as dry 
poiymer on dry stock system. The anionic inorganic material according to Example 2 was 
similarly used in this test series. 

Table 4 shows the results of the dewatering tests at various dosages of an.on.c 
inorganic material, calculated as SiO s and based on dry stock system. 

Table 4 

Cationjc Dewatering time (sec) at Si0 2 dosage of 
Polym er 0.5 k g/t 1.0 kg/t 1.5 kg/t 2.0 kg/t 

30 Til ItTi 58 ^ 

p5 11.8 9.5 8.8 8.5 

Ref. 2 11-8 107 10 3 9 9 
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Example 6 

In this test series, dewatering and retention performance was evaluated 
according to the procedure described in Example 2. 

The furnish was the same as used in Example 2. Stock volume was 800 ml and 
5 pH about 7. Sodium chloride (550 ppm Na) and calcium chloride were added to the stock 
to adjusted the conductivity to 5.0 mS/cm (400 ppm Ca) and 7.0 mS/cm (1300 ppm Ca). 

The polymers P2, P3. Ref. 1 and anionic microparticles according to Example 1 
were similarly used in this test series in conjunction with a low molecular weight cationic 
polyamine. The polyamine was added to the stock followed by stirring for 30 seconds 
10 before addition of the cationic acrylamide-based polymer. The polyamine was added in 
an amount of 3 kg/ton, calculated as dry polymer on dry stock system. The ma.n 
polymers P2, P3 and Ref. 1 were added in an amount of 1.5 kg/ton, calculated as dry 

polymer on dry stock system. 

Table 5 shows the dewatering and retention effect at various conductivities and 
1 5 dosages of silica-based particles, calculated as Si0 2 and based on dry stock system. 

Table 5 

Test Si0 2 Conductivity Dewatering time (sec) / Turbidity (NTU) 

Series Dosage by using the indicated Cationic Polymer 

No. (kg/t) (mS/cm) P2 P3 Ref- 1 

20 "1 U 5^ 6^ ^39 7^2/51 



2 1.5 7.0 



16.2/- -/56 24.7/60 



3 1 0 7.0 7.8/- -/50 13.3/55 
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Example 7 

In this test series, dewatering and retention performance was evaluated 
according to the procedure described in Example 2. 

The furnish was the same as used in Example 2. Stock volume was 800 ml and 
P H about 7 Varying amounts of sodium chloride was added to the stock to adjust the 
conductivity to 2.5 mS/cm (550 ppm Na) (Test Series Nos. 1-3), 5.0 mS/cm (1470 ppm 
30 Na) (Test Series Nos. 4-6) and 10.0 mS/cm (3320 ppm Na) (Test Series Nos. 7-9). 

The cationic polymers used were P1 to P3 and Ref. 1 according to Example 1. 
The anionic microparticulate material used was hydrated suspension of powdered Na- 
bentonite in water. 

Table 6 shows the dewatering and retention effect at various dosages of cationic 
polymer, calculated as dry polymer on dry stock system, and bentonite, calculated as dry 
on dry stock system. 
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Test 
Series 
No. 

T 

2 
3 

4 

5 
6 

7 
8 
9 



Polymer 
Dosage 
(kg/t) 
T 

2 
4 

2 
2 
4 

2 
2 
2 



Bentonite 
Dosage 
(kg/t) 
T 
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Table 6 

Dewatering time (sec) / Turbidity (NTU) 
by using the indicated Cationic Polymer 



P1 
613/25 



P2 

"8~5/- 



P3 

T5/- 



Ref. 1 
8.9/39 



8 


6.3/29 


7.9/- 


7.2/- 


8.3/37 


8 


4.2/10 


4.6/- 


4.9/- 


8.4/15 


4 


7.0/30 


8.4/- 


8.9/- 


8.8/42 


8 


6.6/28 


8.0/- 


8.4/- 


8.6/40 


8 


4.8/10 


5.0/- 


4.8/- 


6.6/28 


4 


7.9/22 


8.0/- 


8.2/- 


9.1/45 


8 


7.4/30 


7.2/- 


7.1/- 


8.2/48 


8 


5.2/11 


4.8/- 


5.2/- 


7.5/28 
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Claims 

, A process for .he production of paper from a suspension containing cellulosic 
fibres and optional fillers, comprising adding to the suspension drainage and retention 
aids comprising a cation* organic polymer and anionic microparticuiate material, forming 
5 altering the suspension on a wire, characterised 
organic polymer has a non-aromatic hydrophobic group. 

2 A process according to claim 1, characterised in that the oa,on,c 
organic polymer is a yinyl add«ion polymer comprising in polymerized form one or more 
monomers compnsing a. leas, one cationic monomer having a non-aroma«c hydrophobe 

10 gr ° UP ' • ,• <n r9 characterised in that the 

3 A process according to claim 1 or 2, characterise 

catlonic organic polymer is a vinvl add«ion polymer compnsing In polymerized form at 
teas, one non-cationic monomer having a non-aromatic hydrophobic group and a. leas, 

one cationic monomer. 

4 A process according to claim 1 , 2 or 3, c h a r a c t e r , s e d tfi that 
hydrophobic group is attached to a nitrogen or oxygen which, in turn, is attached to the 
polymer backbone via a chain of atoms. 

5 A process according to claim 1 . 2. 3 or 4, c h a r a c t e r i s e d .n that the 
hydrophobic group is an alky, group containing from 3 to 12 carbon atoms. 

6. A process according to any of the preceding Cairns, characterised, 
that the cationic organic polymer is an acrylamide-based polymer. 

7 A process according to any of the preceding claims, c h a r a c t e r , s e d .n 
tha t the cationic organic polymer comprises in polymerized form a cationic monomer 
having a non-aromatic hydrophobic group represented by the general formula (I): 

ch 2 =c- Ri (,) 

0 = C — A — B — N + — R* X' 

30 Ra 

wherein R, is H or CH 3 ; R 2 and R 3 are each an alky, group having from 1 to 2 carbon 
atoms; A is O or NH; B is an alky.ene group of from 2 to 8 carbon atoms or a hydrox 
propylene group; R. is a substituent containing an alky, group containing from 4 to 
35 carbon atoms; and X" is an anionic counterion. 

8 A process according to any of the preceding claims, characterised m 
that the cationic organic polymer comprises in polymerized form a non-ionic monomer 
having a non-aromatic hydrophobic group represented by the general formula (IV): 
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(IV) 



CH =C — R, Rs 
| I 
0 = C — A — B — N 

5 k 

wherein Ri is H or CH 3 ; A is O or NH; B is an alkylene group of from 2 to 8 carbon atoms or 
a hydroxy propyiene group or, aiternativei, A and B are both nothing whereby there- 
in sing e bond between C and N (0=C-NR B R 9 ); R, and R 9 are each H or a subset 
containing an «. group having from 1 to 6 carbon atoms, at ieast one of R a and R 9 be-ng 
a substituent containing an alkyl group having from 2 to 6 carbon atoms. 

9 A process according to any of the preceding claims, characterised ,n 
tnat the cationic organic po.ymer comprises in polymerized form a non-ionic monomer 
15 having a non-aromatic hydrophobic group represented by the genera, formula (V): 

CH 2 = C-R, W) 
I 

0 = C — A-(-B — O — ) n — Rio 
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wherein R, is H or CH 3 ; A is O; B is an aikyle^ group of from 2 ,o 4 carton atoms, n . 

integer of at least 1:R. is alkyl having at least 2 carton atoms. 

,0 Aprooassacoording.oanyofthepreoedin g clalm S ,or,aracter,sed ,n 

26 .ha, me cationic organic porymer is a viny, addition pdymer prepared from a monomer 
mixture comprising from 5 to 25 mo,e% o. monomer having a non-aromatic hydrophobrc 

group, and from 95 to 75 mole% of other copolymerizable monomers. 

,1 Aprocessaccordin 8 toanyofthapreoedin 9 cl S «ms,charaoter,sed ,n 

,na, the anionic micropardculate materia, is selected from sliica-based particles and 

30 bentonite. . rlea j in 

,2 A process according to any of the preceding claims, characterised 

tha « the drainage and retention aids further comphses a iow molecular weigh, ca S on,c 

organic polymer. . . 

13 A process according to any of, he preceding claims, characterised 

35 that (he suspension that is dewatered on the wire has a conduct* o, a, leas. 2.0 

mS '° m ,4 A process according ,o any of the preceding claims, characterised.. 
, h a, ,h. process further comprises dewatehng the suspension on a wire to obtain a we 
„e b of paper and white water, recircuiattng the wh«e water and option* introducing fresh 
40 water toform asuspens- con«ng celluie* «bres, and op«ona, fillers, to be dawatered, 
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serein ft. amount o. fresh water induced is less than 30 tons per .on o, dry paper 
^^IS Aprocessaocordingtoanyof.heprecedingcaims.c.araoteri.ed in 
that *ss than ,0 tons of fresh water .s introduced into the process per ton of dry paper 

Pr0dl,MI) 1 6 A cationic vinyl addition polymer comprising in polymery form at ieast one 
non-cationic monomer having a non-aromatic hydropic group and a, leas, one 

cationic monomer. 

17 A cationic vinyl addition polymer accord.ng to ola.m 16, 
c h a r a c t e r i s e d in that the hydrophobic group is attached to a nitrogen or oxygen 
which, in turn, is attached to the polymer backbone via a chain of atom, 

18 A cationic vinyl addition polymer according to cla.m 16 or 17 
c h a r a c t e r i s e d in that the hydrophobic group is an a.kyl group containing from 

to 12 carbon atoms. , 7 _ r 1R 

19 A cationic vinyl addition polymer according to cla.m 16, 17 or IB 
c h a r a c t e r i s e d in that the cationic vinyl addition polymer is an acry.am.de-based 

POlymer 20 A cationic vinyl addition polymer according to claim 16, 17, 18 or 19. 
characterised in that the cationic vinyl addition polymer comprises ,n 
poUri-d form a non-ionic monomer having a non-aromatic hydrophobic .group 
represented by the general formula (IV): 

CH.-C-R, B. llV » 

| I 
0 = C— A — B — N 

Ft. 

serein R, is H or c% A is O or NH; B is an alkyfcne group o, from 2 to 8 carbon atoms o, 
ItyLxy propylene group o, alternate, A and B are boft nothing whereby . 
,:,e bind between C and N <O^R.R.>; R. and R, are each H or , 
containing an aiKyl group having from 1 to 6 carbon atoms, a, leas, one o, R. and R, being 
a subsmuen, containing an aW group having from 2 to 6 carbon atom* ^ 

2, A cationic vinyl addition polymer according to any o, claims 16 to 20. 
characterised in that the cation* vinyl addition polymer oompnses in 
oolymenzed form a non-fcnic monomer having a non-aromatic hydrophobic group 
represented by the general formula (V): 
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CH 2 = C- Rl (V) 
I 

0 = C — A-(-B — 0 — ) n — Rio 

• l sanintegerofatleas t 1;R 1 oisalkylhavingatleast2carbonatoms. 

22 A cationic vinyl addition polymer according to any of cla.ms 16 to 21, 
characterised in that the cationic vinyl addition polymer compnses ,n 
polymerized form a cationic monomer represented by the genera, formula (I): 

CH 2== C — R, R 2 (l) 

| I 
0 = C — A — B — N + — R4 X 
I 

R3 



20 



therein R, ,s H 0, CH S ; R 2 and R, are each H or an « 9-p havtng rom 1 J. S «*« 
atoms- A is O or NH; B is an alkyiene group of from 2 to 4 carbon atoms or a hydroxy 
propyl group; R, is a non-aromatic hydrocarbon group containing from 4 to 8 carbon 

atoms; and X' is an anionic counterion. 

23 A cationic vinyl addition polymer according to any of claims 16 to 22, 
characterised in that the cationic vinyl addition polymer comprises ,n 
25 polymerized form a cationic monomer represented by the general formula (III): 

CH 2 = C- R1 R 2 (»» 
0 _C— A — B — N* — R, *" 
R. 

wherein R, is H or CH,; R, and R 3 are each H or an group ha*g from , to 3 carton 
atoms, suitably 1 to 2 carbon atoms; A is 0 or NH; B is an aiKyiene group of from 2 to 8 
carbon atoms, suriably 2 to 4 carbon atoms, or a hydroxy propyiene group; R, is H. 
aikyi group having from 1 to 3 carbon atoms, a benzyl group or a pheryiethyi group; and X 

is an anionic counterion. 

24 A cationic vinyl addition polymer according to any of cla.ms 16 to 23, 
c h a r a c t e r i s e d in that the cationic vinyl addition polymer is prepared from a 
monomer mixture comprising from 5 to 25 mo,e % of non-ionic monomer having a non- 
aromatic hydrophobic group, and from 95 to 75 mole°/ 0 of oth er copolymer^ 
monomers. 
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